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5 

BACKGROUND OF THE INVENTION 

1. FIELD OF THE INVENTION 

This invention relates generally to semiconductor fabrication technology, and, more 
particularly, to techniques for filling contact openings and vias with copper, and creating 
10 copper interconnections and lines. 

2. DESCRIPTION OF THE RELATED ART 

There is a constant drive within the semiconductor industry to increase the operating 
speed of integrated circuit devices, e.g., microprocessors, memory devices, and the like. This 
drive is fueled by consumer demands for computers and electronic devices that operate at 

15 increasingly greater speeds. This demand for increased speed has resulted in a continual 
reduction in the size of semiconductor devices, e.g., transistors. That is, many components of 
a typical field effect transistor (FET), e.g., channel length, junction depths, gate dielectric 
thickness, and the like, are reduced. For example, all other things being equal, the smaller the 
channel length of the FET, the faster the transistor will operate. Thus, there is a constant drive 

20 to reduce the size, or scale, of the components of a typical transistor to increase the overall 
speed of the transistor, as well as integrated circuit devices incorporating such transistors. 
Additionally, reducing the size, or scale, of the components of a typical transistor also 
increases the density, and number, of the transistors that can be produced on a given amount 
of wafer real estate, lowering the overall cost per transistor as well as the cost of integrated 

25 circuit devices incorporating such transistors. 
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However, reducing the size, or scale, of the components of a typical transistor also 
requires reducing the size and cross-sectional dimensions of electrical interconnects 
contacting active areas, such as N* (P + ) source/drain regions and a doped-polycrystalline 
silicon (doped-polysilicon or doped-poly) gate conductor, and the like. As the size and 

5 cross-sectional dimensions of electrical interconnects get smaller, resistance increases and 
electromigration increases. Increased resistance and electromigration are undesirable for a 
number of reasons. For example, increased resistance may reduce device drive current and 
source/drain current through the device, and may also adversely affect the overall speed and 
operation of the transistor. Additionally, electromigration effects in aluminum (Al) 

10 interconnects, where electrical currents actually carry Al atoms along with the current, 
causing them to electromigrate, may lead to degradation of the Al interconnects, further 
increased resistance, and even disconnection and/or delamination of the Al interconnects. 

The ideal interconnect conductor for semiconductor circuitry will be inexpensive, 
easily patterned, have low resistivity, and high resistance to corrosion, electromigration, and 

15 stress migration. Aluminum (Al) is most often used for interconnects in contemporary 
semiconductor fabrication processes, primarily because aluminum (Al) is inexpensive and 
easier to etch than, for example, copper (Cu). However, because aluminum (Al) has poor 
electromigration characteristics and high susceptibility to stress migration, it is typical to 
alloy aluminum (Al) with other metals. 

20 As discussed above, as semiconductor device geometries shrink and clock speeds 

increase, it becomes increasingly desirable to reduce the resistance of the circuit 
metallization. The one criterion that is most seriously compromised by the use of aluminum 
(Al) for interconnects is that of conductivity. This is because the three metals with lower 
resistivities (aluminum has a resistivity of 2.824x1 0" 6 ohms-cm at 20°C), namely, silver (Ag) 

25 with a resistivity of 1.59xl0" 6 ohms-cm (at 20°C), copper (Cu) with a resistivity of 
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1.73xl0~ 6 ohms-cm (at 20°C), and gold (Au) with a resistivity of 2.44xl0" 6 ohms-cm (at 
20°C), fall short in other significant criteria. Silver (Ag), for example, is relatively expensive 
and corrodes easily, and gold (Au) is very costly and difficult to etch. Copper (Cu), with a 
resistivity nearly on par with silver (Ag), immunity from electromigration, high ductility and 
5 high melting point (1083°C. for copper vs. 660°C. for aluminum), fills most criteria 
admirably. However, copper (Cu) is difficult to etch in a semiconductor environment. As a 
result of the difficulty in etching copper (Cu), an alternative approach to forming vias and 
metal lines is used. The damascene approach, both single-damascene and dual-damascene, 
consisting of etching openings such as trenches in the dielectric for lines and/or vias and 
10 creating in-laid metal patterns, is the leading contender for fabrication of sub-0.25 micron 
(sub-0.25 \x) design rule copper-metallized circuits. 

The conventional dual-damascene copper (Cu) process flow combines intermetal via 
connection formation with copper (Cu) trench-fill formation by etching a more complex 
pattern before the formation of a barrier metal layer and copper (Cu) seed layer and before 
15 the copper (Cu) trench-fill. The trenches, which define the wider metal lines, are typically 
etched first, and the vias, which define the narrower interlayer metal interconnects, are 
typically etched last, in what is known as a trench-first-via-last (TFVL) approach. Overall, 
the conventional dual-damascene copper (Cu) process flow significantly reduces the number 
of processing steps as compared to the conventional single-damascene copper (Cu) process 
20 flow, and is a preferred method of achieving copper-metallization. 

The trench-first-via-last (TFVL) approach is also a preferred process flow, since the 
trench-first-via-last (TFVL) approach is relatively easier to carry out than an alternative 
via-first-trench-last (VFTL) approach. However, during the conventional trench-first- via-last 
(TFVL) approach, the photolithographic patterning for the vias faces the problem that, once 
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the openings for the trenches are formed, the photoresist has varying thickness across the 
surface of the workpiece. 

As shown in Figure 1, for example, a photoresist layer 150 may have a thickness 6 
above a trench opening 1 10, whereas the photoresist layer 150 may have a thickness A above 

5 an upper portion of a via opening 115. The trench opening 1 10 and the upper portion of the 
via opening 115 may both be formed at the same time and may both have a depth t that may 
be in a range of approximately 2000 A-6000 A, for example. The thickness 5 of the 
photoresist layer 150 above the trench opening 110 may be about 2.5 times the depth t of the 
trench opening 110. However, the thickness A of the photoresist layer 150 above the upper 

1 0 portion of the via opening 1 1 5 may be about 3 .5 times the depth t of the upper portion of the 
via opening 115. 

The trench opening 1 10 and the upper portion of the via opening 1 15 are both formed 
in a dielectric layer 120. The dielectric layer 120 may be formed above an optional hard mask 
etch stop layer 130. The optional hard mask etch stop layer 130 may be formed above a 
15 copper wire or structure layer 125 adjacent a lower dielectric layer 105. The copper wire or 
structure layer 125 and the lower dielectric layer 105 may be formed above a structure 
layer 100 such as a semiconducting substrate. 

The trench opening 110 may have a width fl that may be in a range of 
approximately 10000 A-50000 A, for example. The upper portion of the via opening 115 is 
20 typically narrower than the trench opening 110, by a factor in a range of about 8-50. The 
upper portion of the via opening 115 may have a width co that may be in a range of 
approximately 1000 A-6250 A, for example. 

The greater width Ct of the trench opening 1 10, as compared to the narrower width co 
of the upper portion of the via opening 115, may lead to the variation in the thickness of the 
25 photoresist layer 150, in the conventional trench-first-via-last (TFVL) approach. As shown in 
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Figure 1, the thickness 6 of the photoresist layer 150 above the trench opening 110 may be 
about 70% of the thickness A of the photoresist layer 150 above the upper portion of the via 
opening 115. This variation in the thickness of the photoresist layer 150 may lead to 
increased problems in subsequent photolithography processes, such as processes that pattern 
and define further via openings. The variation in the thicknesses of the photoresist layer 150 
may lead to different optimal focus settings for various patterned structures. The region of 
common depth of focus (DOF) is reduced, often to the point where there may be almost no 
common depth of focus (DOF) left remaining for all the various different features and 
structures that need to be patterned. This may lead to missing vias, since the photoresist 
layer 150 may not be sufficiently exposed, due to the lack of a common depth of focus (DOF) 
because of variation in the thicknesses of the photoresist layer 150, as shown in Figure 1. 

The present invention is directed to overcoming, or at least reducing the effects of, 
one or more of the problems set forth above. 

SUMMARY OF THE INVENTION 

In one aspect of the present invention, a method is provided, in which the method 
comprises forming a dielectric layer above a structure layer, forming a hard mask layer above 
the dielectric layer, and forming at least one trench opening and at least one upper portion of 
a first via opening in the dielectric layer through the hard mask layer. The method also 
comprises forming a low viscosity photoresist layer above the at least one trench opening and 
the at least one upper portion of the first via opening in the dielectric layer. 

In another aspect of the present invention, a device is provided, formed by a method 
that comprises forming a dielectric layer above a structure layer, forming a hard mask layer 
above the dielectric layer, and forming at least one trench opening and at least one upper 
portion of a first via opening in the dielectric layer through the hard mask layer. The method 
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also comprises forming a low viscosity photoresist layer above the at least one trench opening 
and the at least one upper portion of the first via opening in the dielectric layer. 

In yet another aspect of the present invention, a device is provided, the device 
comprising a structure layer, a dielectric layer above the structure layer, a hard mask layer 
5 above the dielectric layer, and at least one trench opening and at least one upper portion of a 
first via opening in the dielectric layer extending through the hard mask layer. The device 
also comprises a low viscosity photoresist layer above the at least one trench opening and the 
at least one upper portion of the first via opening in the dielectric layer. 

10 BRIEF DESCRIPTION OF THE DRAWINGS 

The invention may be understood by reference to the following description taken in 
conjunction with the accompanying drawings, in which the leftmost significant digit(s) in the 
reference numerals denote(s) the first figure in which the respective reference numerals 
appear, and in which: 

15 Figure 1 schematically illustrates a portion of a conventional dual-damascene process 

flow; 

Figures 2-4 schematically illustrate portions of a dual-damascene process flow 
according to various exemplary embodiments of the present invention; 

Figure 5 schematically illustrates multiple layers of copper interconnects according to 
20 various exemplary embodiments of the present invention; and 

Figure 6 schematically illustrates copper interconnects according to various 
exemplary embodiments of the present invention connecting source/drain regions of a 
metal-oxide-silicon field effect transistor (a MOSFET or a MOS transistor). 

While the invention is susceptible to various modifications and alternative forms, 
25 specific embodiments thereof have been shown by way of example in the drawings and are 
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herein described in detail. It should be understood, however, that the description herein of 
specific embodiments is not intended to limit the invention to the particular forms disclosed, 
but, on the contrary, the intention is to cover all modifications, equivalents, and alternatives 
falling within the spirit and scope of the invention as defined by the appended claims. 
5 DETAILED DESCRIPTION OF SPECIFIC EMBODIMENTS 

Illustrative embodiments of the invention are described below. In the interest of 
clarity, not all features of an actual implementation are described in this specification. It will 
of course be appreciated that in the development of any such actual embodiment, numerous 
implementation-specific decisions must be made to achieve the developers' specific goals, 
; 10 such as compliance with system-related and business-related constraints, which will vary 
from one implementation to another. Moreover, it will be appreciated that such a 
development effort might be complex and time-consuming, but would nevertheless be a 
routine undertaking for those of ordinary skill in the art having the benefit of this disclosure. 

Illustrative embodiments of a method for semiconductor device fabrication according 
15 to the present invention are shown in Figures 2-6. Although the various regions and structures 
of a semiconductor device are depicted in the drawings as having very precise, sharp 
configurations and profiles, those skilled in the art recognize that, in reality, these regions and 
structures are not as precise as indicated in the drawings. Nevertheless, the attached drawings 
are comprised to provide illustrative examples of the present invention. 
20 In general, the present invention is directed towards the manufacture of a 

semiconductor device. As will be readily apparent to those skilled in the art upon a complete 
reading of the present application, the present method is applicable to a variety of 
technologies, for example, NMOS, PMOS, CMOS, and the like, and is readily applicable to a 
variety of devices, comprising, but not limited to, logic devices, memory devices, and the 
25 like. 
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The trench-first-via-last (TFVL) approach, according to various illustrative 
embodiments of the present invention, is a preferred process flow, since the 
trench-first-via-last (TFVL) approach, according to various illustrative embodiments of the 
present invention, is relatively easier to carry out than a conventional alternative 

5 via-first-trench-last (VFTL) approach. However, unlike the conventional trench-first-via-last 
(TFVL) approaches, the photolithographic patterning for the vias in various illustrative 
embodiments of a trench-first-via-last (TFVL) approach in accord with the present invention 
does not face the problem that, once the openings for the trenches are formed, the photoresist 
has varying thickness across the surface of the workpiece. On the contrary, in various 

10 illustrative embodiments of a trench-first-via-last (TFVL) approach in accord with the present 
invention, once the openings for the trenches are formed, the photoresist has substantially 
uniform thickness across the surface of the workpiece. 

As shown in Figure 2, for example, a photoresist layer 250 may have a thickness 6 
above a trench opening 210, whereas the photoresist layer 250 may have a thickness 0 above 

1 5 an upper portion 2 1 5 of a via opening 3 1 5 (Figure 3). The trench opening 2 1 0 and the upper 
portion 215 of the via opening 315 may both be formed at the same time and may both have a 
depth t that may be in a range of approximately 2000 A-6000 A, for example. The 
thickness 6 of the photoresist layer 250 above the trench opening 210 may be about 1.1 times 
the depth t of the trench opening 210, and at most about 1.5 times the depth t of the trench 

20 opening 210. Similarly, the thickness 0 of the photoresist layer 250 above the upper 
portion 215 of the via opening 315 may be about 1.3 times the depth T of the upper portion of 
the via opening 215, and at most about 1.5 times the depth t of the upper portion 215 of the 
via opening 315. The thickness c of the photoresist layer 250 above a hard mask etch stop 
layer 260 above a dielectric layer 220 may be at most about 0.5 times the depth x of the 

25 trench opening 210 and of the upper portion 2 1 5 of the via opening 315. 
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In various illustrative embodiments of a trench-first-via-last (TFVL) approach, 
according to the present invention, a low viscosity photoresist may be used to form the 
photoresist layer 250. Examples of an appropriate low viscosity photoresist, suitable for use 
in various illustrative embodiments of the present invention, may comprise Shipley's UV140, 
5 Shipley's UV1 10, and the like. The appropriate low viscosity photoresist, suitable for use in 
various illustrative embodiments of the present invention, may have a viscosity in a range of 
about 0.1 to about 0.3. 

The trench opening 210 and the upper portion 215 of the via opening 315 are both 
formed in the dielectric layer 220. The dielectric layer 220 may be formed above an optional 
■ 10 hard mask etch stop layer 230. The optional hard mask etch stop layer 230 may be formed 
above a copper wire or structure layer 225 adjacent a lower dielectric layer 205. The copper 
wire or structure layer 225 and the lower dielectric layer 205 may be formed above a 
structure layer 200 such as a semiconducting substrate. However, the present invention is not 
limited to the formation of the copper wire or structure layer 225 and the lower dielectric 
15 layer 205 above the surface of the semiconducting substrate 200 such as a silicon wafer, for 
example. Rather, as will be apparent to one skilled in the art upon a complete reading of the 
present disclosure, the copper wire or structure layer 225 and the lower dielectric layer 205 
formed in accordance with the present invention may be formed above previously formed 
semiconductor devices and/or process layer, e.g., transistors, or other similar structure. In 
20 effect, the present invention may be used to form process layers on top of previously formed 
process layers. The structure layer 200 may be an underlayer of semiconducting material, 
such as a silicon substrate or wafer, or, alternatively, may be an underlayer of semiconductor 
devices (see Figure 6, for example), such as a layer of metal oxide semiconductor field effect 
transistors (MOSFETs), and the like, and/or a metal interconnection layer or layers (see 
25 Figure 5, for example) and/or an interlayer dielectric (ILD) layer or layers, and the like. 
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The trench opening 210 may have a width fl that may be in a range of 
approximately 10000 A-50000 A, for example. The upper portion 215 of the via opening 315 
is typically of the same size as the via opening 315, and can be narrower than the trench 
opening 210, by a factor in the range of about 8 to about 50. The upper portion 215 of the via 
5 opening 315 may have a width co that may be in a range of approximately 1000 A-6250 A, 
for example. 

As shown in Figure 2, the use of a low viscosity photoresist in the photoresist 
layer 250 may lead to only a relatively small variation in the thickness of the photoresist 
layer 250, despite the greater width fl of the trench opening 210, as compared to the 

10 narrower width co of the upper portion 21 5 of the via opening 3 1 5. As shown in Figure 2, for 
example, the thickness 0 of the photoresist layer 250 above the trench opening 210 may be at 
least about 84% of the thickness 0 of the photoresist layer 250 above the upper portion 215 
of the via opening 315. This reduction in the variation in the thickness of the photoresist 
layer 250, as compared with conventional trench-first-via-last (TFVL) approached, as shown 

15 in Figure 1, may lead to decreased problems in a subsequent photolithography process that 
patterns and defines further via openings. 

The reduction in the variation in the thickness of the photoresist layer 250 may lead to 
substantially the same optimal focus settings for various patterned structures. The region of 
common depth of focus (DOF) is increased, so that there may often be enough common depth 

20 of focus (DOF) left remaining for all the various different features and structures that need to 
be patterned. This may lead to a decrease in the number of missing vias, since the photoresist 
layer 250 may often be sufficiently exposed. The photoresist layer 250 may often be 
sufficiently exposed because of the presence of a common depth of focus (DOF) due to the 
reduced variation in the thickness of the photoresist layer 250, as shown in Figure 2. 
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As shown in Figure 2, the hard mask etch stop layer 260 above the dielectric 
layer 220 may be used so that an etching process may be used to form further via openings, 
despite the use of a low viscosity photoresist in the photoresist layer 250. As described above, 
the thickness o of the photoresist layer 250 above the hard mask etch stop layer 260 above the 

5 dielectric layer 220 may be at most about 0.5 times the depth t of the trench opening 210 and 
of the upper portion 215 of the via opening 3 15. In various illustrative embodiments in which 
the dielectric layer 220 comprises silicon dioxide (Si0 2 ), the hard mask etch stop layer 260 
may comprise silicon nitride (SiN), silicon oxynitride (SiON), and the like. In various 
alternative illustrative embodiments in which the dielectric layer 220 comprises a low 

10 dielectric (low K) material, as described in more detail below, the hard mask etch stop 
layer 260 may comprise tetraethyl orthosilicate (TEOS), and the like. The hard mask etch 
stop layer 260 may also be used as an antireflective coating (ARC), thereby eliminating the 
need for a bottom antireflective coating (BARC). In various illustrative embodiments, the 
hard mask etch stop layer 260 antireflective coating (ARC) may be removed during a 

15 chemical-mechanical planarization (CMP) process, thereby reducing the overall effective 
dielectric constant (Ke ff ) of the resulting interlayer dielectric (ILD) layer, unlike conventional 
processes that do not typically remove the bottom antireflective coating (BARC). 

In various illustrative embodiments, the dielectric layer 220 may be formed by a 
variety of known techniques for forming such layers, e.g., chemical vapor deposition (CVD), 

20 low-pressure CVD (LPCVD), plasma-enhanced CVD (PECVD), sputtering, physical vapor 
deposition (PVD), thermal growing, spin-on glass, and the like. The dielectric layer 220 may 
have a thickness in a range of about 7000-20000 A. In one illustrative embodiment, the 
dielectric layer 220 is comprised of silicon dioxide (Si0 2 ), having a thickness of 
approximately 10000 A, formed by being blanket-deposited by an LPCVD process for higher 

25 throughput. 
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The dielectric layer 220 may be formed from a variety of dielectric materials and 
may, for example, be an oxide (e.g., Ge oxide), an oxynitride (e.g., GaP oxynitride), silicon 
dioxide (Si0 2 ), a nitrogen-bearing oxide (e.g., nitrogen-bearing Si0 2 ), a nitrogen-doped oxide 
(e.g., N 2 -implanted Si0 2 ), silicon oxynitride (Si x O y N z ), and the like. The dielectric layer 220 
5 may also be formed of any suitable "high dielectric constant" or "high K" material, where K 
is greater than or equal to about 8, such as titanium oxide (Ti x O y , e.g., Ti0 2 ), tantalum oxide 
(Ta x O y , e.g., Ta 2 0 5 ), barium strontium titanate (BST, BaTi0 3 /SrTi0 3 ), and the like. 

In various alternative illustrative embodiments, the dielectric layer 220 may be 
formed from a variety of low dielectric constant (low K) materials, where K (the relative 

10 dielectric constant) is less than or equal to about 4. Examples comprise Applied Material's 
Black Diamond®, Novellus' Coral®, Allied Signal's Nanoglass®, JSR's LKD5104, and the 
like. In one illustrative embodiment, the dielectric layer 220 is comprised of Applied 
Material's Black Diamond®, having a thickness of approximately 10000 A, being formed by 
being blanket-deposited by an LPCVD process for higher throughput. 

15 As shown in Figure 3, the low viscosity photoresist layer 250 may be patterned to 

form via openings 310 and 315, by using photolithography, for example. In various 
illustrative embodiments, the via openings 310 and 315 may each have a width co that may be 
in a range of approximately 1000 A-6250 A, for example. The via openings 310 and 315 may 
be formed by using a variety of known anisotropic etching techniques, such as a reactive ion 

20 etching (RIE) process using hydrogen bromide (HBr) and argon (Ar) as the etchant gases, for 
example. Alternatively, a reactive ion etching (RIE) process with CHF 3 and Ar as the etchant 
gases may be used, for example. Plasma etching may also be used in various illustrative 
embodiments. The etching may extend through the hard mask etch stop layer 230 and stop at 
the copper wire or structure layer 225 adjacent the lower dielectric layer 205. 
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As shown in Figure 4, the patterned low viscosity photoresist layer 250 is stripped off, 
by ashing, for example. Alternatively, the patterned low viscosity photoresist layer 250 may 
be stripped using commercially available cleaning chemicals such as ACT935, EKC265, and 
the like. 

5 As shown in Figure 4, one or more thin barrier metal layers and one or more copper 

seed layers (or seed layer of another conductive material), here represented by heavy 
line 400, are applied to the entire surface using vapor-phase deposition, and the like. The 
barrier metal layer(s) and the conductive material (copper) seed layer(s) 400 line the trench 
opening 210 and the via openings 310 and 315. The barrier metal layer(s) may be formed of 

10 at least one layer of a barrier metal material, such as tantalum (Ta) or tantalum nitride (TaN), 
and the like. For example, the barrier metal layer(s) may also be formed of titanium nitride 
(TiN), titanium-tungsten (Ti-Ta), nitrided titanium-tungsten (NTi-Ta), magnesium (Mg), or 
another suitable barrier material. The conductive material (copper) seed layer(s) may be 
formed above the one or more barrier metal layer(s) by physical vapor deposition (PVD) or 

1 5 chemical vapor deposition (CVD), for example. 

The bulk of the copper trench-fill and via-fill (or trench-fill and via-fill of another 
conductive material) is frequently done using an electroplating technique. The electroplating 
technique may use an electrode (not shown) to establish an electrical contact with the barrier 
metal layer(s) and the conductive material (copper) seed layer(s)400. The electroplating 

20 technique may then proceed by immersing the barrier metal layer(s) and the conductive 
material (copper) seed layer(s) 400 in an electrolyte solution containing copper (Cu) ions (or 
ions of another conductive material). An electrical current is then passed through the 
workpiece (wafer)-electrolyte system to cause reduction and deposition of copper (Cu) ions 
(or ions of another conductive material) in the trench opening 210 and the via openings 310 

25 and ,315. In addition, in various alternative illustrative embodiments, an alternating-current 
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bias of the workpiece (wafer)-electrolyte system has been considered as a method of 
self-planarizing the deposited copper (Cu) film (or film of another conductive material), 
similar to the deposit-etch cycling used in high-density plasma (HDP) tetraethyl orthosilicate 
(TEOS) dielectric depositions. 

5 As shown in Figure 4, conductive (copper) interconnects may be formed by annealing 

the conductive material (copper) 450 filling the via openings 310 and 315 to the conductive 
structure 225. The anneal process may be performed in a traditional tube furnace, at a 
temperature ranging from approximately 100-500°C, for a time period ranging from 
approximately 1-180 minutes, in a nitrogen-containing ambient that may comprise at least 

10 one of ammonia (NH 3 ), molecular nitrogen (N 2 ), molecular hydrogen (H 2 ), argon (Ar), and 
the like. Alternatively, the anneal process may be a rapid thermal anneal (RTA) process 
performed at a temperature ranging from approximately 100-500°C for a time ranging from 
approximately 10-180 seconds in a nitrogen-containing ambient that may comprise at least 
one of molecular nitrogen (N 2 ), molecular hydrogen (H 2 ), argon (Ar), and the like. 

15 As shown in Figure 4, once a sufficiently thick layer of conductive material 

(copper) 450 has been deposited and annealed, the layer of conductive material (copper) 450 
is planarized using chemical-mechanical planarization (CMP) techniques. The planarization 
using the chemical-mechanical planarization (CMP) process clears all conductive material 
(copper) 450 and barrier metal layer(s) and the conductive material (copper) seed layer(s) 400 

20 outside of the trench opening 2 1 0 and the via openings 3 1 0 and 315. The conductive material 
(copper) 450 and barrier metal layer(s) and the conductive material (copper) seed layer(s) 400 
are left remaining only filling the trench opening 210 and the via openings 310 and 315. The 
planarization using the chemical-mechanical planarization (CMP) process also removes the 
hard mask etch stop layer 260. 
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As shown in Figure 5, an interconnect layer 580 (similar to the one shown in 
Figure 4) may be an underlying structure layer (similar to the structure layer 200) to an 
interconnect layer 585 (also similar to the one shown in Figure 4). In various illustrative 
embodiments, the interconnect layer 580 may comprise a filled trench-with-via 550 adjacent 
5 a planarized dielectric layer 520 and above a hard mask etch stop layer 515 and above an 
intermetal filled-via connection 525 adjacent a planarized dielectric layer 505. The intermetal 
filled-via connection 525 may be a conductive (copper) structure similar to the conductive 
(copper) structure 225 (Figures 2-4). The intermetal filled-via connection 525 may be 
annealed to the filled trench-with-via 550 in a similar fashion to the anneal described above 
10 in relation to the conductive material (copper) 450 filling the via openings 310 and 315 
(Figure 4) being annealed to the conductive (copper) structure 225 (Figures 2-4). The 
interconnect layer 580 may also comprise a hard mask etch stop layer 560 formed and 
patterned above the planarized dielectric layer 520 and above at least a portion of the filled 
trench-with-via 550. 

15 In various illustrative embodiments, the interconnect layer 585 may comprise a filled 

trench-with-via 555 adjacent a planarized dielectric layer 525 and above the hard mask etch 
stop layer 560 and above the filled trench-with-via 550 adjacent the planarized dielectric 
layer 520 of the interconnect layer 580. The filled trench-with-via 555 may be annealed to the 
filled trench-with-via 550 in a similar fashion to the anneal described above in relation to the 

20 conductive material (copper) 450 filling the via openings 310 and 315 (Figure 4) being 
annealed to the conductive (copper) structure 225 (Figures 2-4). The interconnect layer 585 
may also comprise a hard mask etch stop layer 565 formed and patterned above the 
planarized dielectric layer 525 and above at least a portion of the filled trench-with-via 555. 

As shown in Figure 6, a metal-oxide-silicon field effect transistor (a MOSFET or a 

25 MOS transistor) 610 may be an underlying structure layer (similar to the structure layer 200) 
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to an interconnect layer 600. The interconnect layer 600 may comprise one or more filled 
trench(es)-with-via(s) 620 adjacent a planarized dielectric layer 640. The one or more filled 
trench(es)-with-via(s) 620 may be annealed to an underlying conductive structure such as 
source/drain regions 615 of the metal-oxide-silicon field effect transistor (a MOSFET or a 
5 MOS transistor) 610 in a similar fashion to the anneal described above in relation to the 
conductive material (copper) 450 filling the via openings 310 and 315 (Figure 4) being 
annealed to the conductive (copper) structure 225 (Figures 2-4). 

Any of the above-disclosed embodiments of a trench-first-via-last (TFVL) approach is 
a preferred process flow, since the trench-first-via-last (TFVL) approach, according to 

1 0 various illustrative embodiments of the present invention, is relatively easier to carry out than 
a conventional alternative via-first-trench-last (VFTL) approach. However, unlike the 
conventional trench-first-via-last (TFVL) approaches, the photolithographic patterning for the 
vias in various illustrative embodiments of a trench-first-via-last (TFVL) approach in accord 
with the present invention does not face the problem that, once the openings for the trenches 

15 are formed, the photoresist has varying thickness across the surface of the workpiece. On the 
contrary, in various illustrative embodiments of a trench-first-via-last (TFVL) approach in 
accord with the present invention, once the openings for the trenches are formed, the 
photoresist has substantially uniform thickness across the surface of the workpiece. 

The particular embodiments disclosed above are illustrative only, as the invention 
20 may be modified and practiced in different but equivalent manners apparent to those skilled 
in the art having the benefit of the teachings herein. Furthermore, no limitations are intended 
to the details of construction or design herein shown, other than as described in the claims 
below. It is therefore evident that the particular embodiments disclosed above may be altered 
or modified and all such variations are considered within the scope and spirit of the invention. 
25 In particular, every range of values (of the form, "from about a to about b," or, equivalently, 
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"from approximately a to or, equivalently, "from approximately a-b") disclosed herein is 
to be understood as referring to the power set (the set of all subsets) of the respective range 
of values, in the sense of Georg Cantor. Accordingly, the protection sought herein is as set 
forth in the claims below. 
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CLAIMS 

WHAT IS CLAIMED : 

1 . A method comprising : 

forming a dielectric layer above a structure layer; 
forming a hard mask layer above the dielectric layer; 

forming at least one trench opening and at least one upper portion of a first via 
opening in the dielectric layer through the hard mask layer; and 

forming a low viscosity photoresist layer above the at least one trench opening 
and the at least one upper portion of the first via opening in the 
dielectric layer. 



2. The method of claim 1 , further comprising: 

forming a second via opening in the at least one trench opening, the second via 
opening extending down through the dielectric layer to the structure 
15 layer; and 

forming a lower portion of the first via opening in the dielectric layer, the 
lower portion extending down through the dielectric layer to the 
structure layer. 



20 3. The method of claim 2, further comprising: 

forming at least one barrier layer above the dielectric layer and in the at least 

one trench opening and in the first and second via openings; 
forming at least one seed layer above the at least one barrier layer; and 
forming a conductive layer above the at least one seed layer. 
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4. The method of claim 3, further comprising: 

planarizing the conductive layer, removing the hard mask layer above the 
dielectric layer. 

5 5. The method of claim 1, wherein forming the dielectric layer comprises 

forming the dielectric layer using a low dielectric constant (low K) dielectric material, having 
a dielectric constant K of at most about four. 

6. The method of claim 1, wherein forming the dielectric layer comprises 
10 forming the dielectric layer using at least one of chemical vapor deposition (CVD), 

low-pressure CVD (LPCVD), plasma-enhanced CVD (PECVD), sputtering, physical vapor 
deposition (PVD), and spin-on glass. 

7. The method of claim 1, wherein forming the hard mask layer above the 
15 dielectric layer comprises forming the hard mask layer using at least one of silicon oxynitride 

and tetraethyl orthosilicate (TEOS). 

8. The method of claim 1, wherein forming the hard mask layer above the 
dielectric layer comprises forming the hard mask layer to be used as an antireflection coating 

20 (ARC). 

9. The method of claim 3, wherein forming the conductive layer comprises 
forming the conductive layer using electrochemical deposition of copper. 
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10. The method of claim 9, wherein using the electrochemical deposition of the 
copper comprises planarizing the copper using chemical mechanical polishing after the 
electrochemical deposition of the copper. 



5 1 1 . A method comprising: 

forming a dielectric layer above a conductive structure; 
forming a hard mask layer above the dielectric layer; 

forming at least one trench opening and at least one upper portion of a first via 
opening in the dielectric layer through the hard mask layer; and 
10 forming a low viscosity photoresist layer above the at least one trench opening 

and the at least one upper portion of the first via opening in the 
dielectric layer. 



12. The method of claim 1 1, further comprising: 
15 forming a second via opening in the at least one trench opening, the second via 

opening extending down through the dielectric layer to the conductive 
structure; and 

forming a lower portion of the first via opening in the dielectric layer, the 
lower portion extending down through the dielectric layer to the 
20 conductive structure. 



13. The method of claim 12, further comprising: 

forming at least one barrier layer above the dielectric layer and in the at least 
one trench opening and in the first and second via openings; 
25 forming at least one seed layer above the at least one barrier layer; and 
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14. The method of claim 13, further comprising: 

planarizing the conductive layer, removing the hard mask layer above the 
5 dielectric layer. 



15. The method of claim 11, wherein forming the dielectric layer comprises 
forming the dielectric layer using a low dielectric constant (low K) dielectric material, having 
a dielectric constant K of at most about four. 

10 

16. A method comprising: 

forming a dielectric layer above a copper structure; 
forming a hard mask layer above the dielectric layer; 

forming at least one trench opening and at least one upper portion of a first via 
1 5 opening in the dielectric layer through the hard mask layer; and 

forming a low viscosity photoresist layer above the at least one trench opening 

and the at least one upper portion of the first via opening in the 

dielectric layer. 



20 17. The method of claim 16, further comprising: 

forming a second via opening in the at least one trench opening, the second via 
opening extending down through the dielectric layer to the copper 
structure; and 
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forming a lower portion of the first via opening in the dielectric layer, the 
lower portion extending down through the dielectric layer to the copper 
structure. 

1 8. The method of claim 1 7, further comprising: 

forming at least one barrier layer above the dielectric layer and in the at least 

one trench opening and in the first and second via openings; 
forming at least one copper seed layer above the at least one barrier layer; and 
forming a copper layer above the at least one copper seed layer. 

1 9. The method of claim 1 8, further comprising: 

planarizing the copper layer, removing the hard mask layer above the 
dielectric layer. 



15 20. The method of claim 16, wherein forming the dielectric layer comprises 

forming the dielectric layer using a low dielectric constant (low K) dielectric material, having 
a dielectric constant K of at most about four. 

21. A device formed by a method comprising: 
20 forming a dielectric layer above a structure layer; 

forming a hard mask layer above the dielectric layer; 

forming at least one trench opening and at least one upper portion of a first via 
opening in the dielectric layer through the hard mask layer; and 
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forming a low viscosity photoresist layer above the at least one trench opening 
and the at least one upper portion of the first via opening in the 
dielectric layer. 



5 22. The device of claim 21, the method further comprising: 

forming a second via opening in the at least one trench opening, the second via 
opening extending down through the dielectric layer to the structure 
layer; and 

forming a lower portion of the first via opening in the dielectric layer, the 
10 lower portion extending down through the dielectric layer to the 

structure layer. 



23. The device of claim 22, the method further comprising: 

forming at least one barrier layer above the dielectric layer and in the at least 
1 5 one trench opening and in the first and second via openings; 

forming at least one seed layer above the at least one barrier layer; and 
forming a conductive layer above the at least one seed layer. 



24. The device of claim 23, the method further comprising: 
20 planarizing the conductive layer, removing the hard mask layer above the 

dielectric layer. 



25. The device of claim 21, wherein forming the dielectric layer comprises 
forming the dielectric layer using a low dielectric constant (low K) dielectric material, having 
25 a dielectric constant K of at most about four. 
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26. The device of claim 21, wherein forming the dielectric layer comprises 
forming the dielectric layer using at least one of chemical vapor deposition (CVD) 5 
low-pressure CVD (LPCVD), plasma-enhanced CVD (PECVD), sputtering, physical vapor 
deposition (PVD), and spin-on glass. 

5 

27. The device of claim 21, wherein forming the hard mask layer above the 
dielectric layer comprises forming the hard mask layer using at least one of silicon oxynitride 
and tetraethyl orthosilicate (TEOS). 

10 28. The device of claim 21, wherein forming the hard mask layer above the 

dielectric layer comprises forming the hard mask layer to be used as an antireflection coating 
(ARC). 

29. The device of claim 23, wherein forming the conductive layer comprises 
15 forming the conductive layer using electrochemical deposition of copper. 

30. The device of claim 29, wherein using the electrochemical deposition of the 
copper comprises planarizing the copper using chemical mechanical polishing after the 
electrochemical deposition of the copper. 

20 

31. A device comprising: 
a structure layer; 

a dielectric layer above the structure layer; 
a hard mask layer above the dielectric layer; 
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at least one trench opening and at least one upper portion of a first via opening 
in the dielectric layer extending through the hard mask layer; and 

a low viscosity photoresist layer above the at least one trench opening and the 
at least one upper portion of the first via opening in the dielectric layer. 

5 

32. The device of claim 31, wherein the low viscosity photoresist layer has a 
viscosity in a range of about 0.1 to about 0.3. 
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ABSTRACT OF THE DISCLOSURE 

A method is provided, the method comprising forming a dielectric layer above a 
structure layer, forming a hard mask layer above the dielectric layer, and forming at least one 
trench opening and at least one upper portion of a first via opening in the dielectric layer 
5 through the hard mask layer. The method also comprises forming a low viscosity photoresist 
layer above the at least one trench opening and the at least one upper portion of the first via 
opening in the dielectric layer. 



10 
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No. 27,688; and William D. Zahrt II, Reg. No. 26,070; of Advanced Micro Devices, Inc.; 
and 

Danny L. Williams, Reg. No. 31,892; Terry D. Morgan, Reg. No. 31,181; J. Mike 
Amerson, Reg. No. 35,426; Kenneth D. Goodman, Reg. No. 30,460; Barbara S. Kitchell, 
Reg. No. 33,928; Jeffrey A. Pyle, Reg. No. 34,904; Randall C. Furlong, Reg. No. 35,144; 
Scott F. Diring, Reg. No. 35,119; George J. Oehling, Reg. No. 40,471; Shelley P.M. 
Fussey, Reg. No. 39,458; Mark D. Moore, Reg. No. 42,903; Carolanne McAndrews, 
Reg. No. 44,914, Louis H. Iselin, Reg. No. 42,684, and Raymund F. Eich, Reg. No. 
42,508 of Williams, Morgan & Amerson, P.C., 

as its attorney or agent so long as they remain with such firms, with full power of substitution and 
revocation, to prosecute the application, to make alterations and amendments therein, to transact all 
business in the Patent and Trademark Office in connection therewith, and to receive any Letters Patent, and 
for one year after issuance of such Letters Patent to file any request for a certificate of correction that may 
be deemed appropriate. 



Please direct all communications as follows: 



Randall C. Furlong, Ph.D. 

WILLIAMS, MORGAN & AMERSON, P.C. 

7676 Hillmont, Suite 250 

Houston, Texas 77040 

(713)934-4061 





Christian Zistl 



Signature: 



Date: 



Ting Yiu Tsui 



Signature: 



Date: 



Steven Keetai Park 



2 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



In re Application of: 



§ 
§ 



CHRISTIAN ZISTL 
TING YIU TSUI 
STEPHEN KEETAI PARK 



§ Examiner: Unknown 



§ 
§ 



§ Group Art Unit: Unknown 



Serial No.: Unknown 



§ 
§ 



Filed: Concurrently Herewith 



§ Atty. Docket: 2000.046600/TT3851 



For: IMPROVED DEPTH OF FOCUS (DOF) FOR § 

TRENCH-FIRST- VIA-LAST (TFVL) DAMASCENE § 

PROCESSING WITH HARD MASK AND LOW § 

VISCOSITY PHOTORESIST § 



§ 
§ 



POWER OF ATTORNEY 



Assistant Commissioner for Patents 

Washington, D.C. 20231 
Sir: 

The undersigned, being the inventors named in the above-identified application, hereby revoke 
any previous Powers of Attorney and appoint: 

Paul S. Drake, Reg. No. 33,491; Elizabeth A. Apperley, Reg. No. 36,428; Vincenzo D. 
Pitruzzella, Reg. No. 28,656 Louis A. Riley, Reg. No. 39,817; Richard J. Roddy, Reg. 
No. 27,688; and William D. Zahrt II, Reg. No. 26,070; of Advanced Micro Devices, Inc.; 
and 

Danny L. Williams, Reg. No. 31,892; Terry D. Morgan, Reg. No. 31,181; J. Mike 
Amerson, Reg. No. 35,426; Kenneth D. Goodman, Reg. No. 30,460; Barbara S. Kitchell, 
Reg. No. 33,928; Jeffrey A. Pyle, Reg. No. 34,904; Randall C. Furlong, Reg. No. 35,144; 
Scott F. Diring, Reg. No. 35,119; George J. Oehling, Reg. No. 40,471; Shelley P.M. 
Fussey, Reg. No. 39,458; Mark D. Moore, Reg. No. 42,903; Carolanne McAndrews, 
Reg. No. 44,914, Louis H. Iselin, Reg. No. 42,684, and Raymund F. Eich, Reg. No. 
42,508 of Williams, Morgan & Amerson, P.C., 

as its attorney or agent so long as they remain with such firms, with full power of substitution and 
revocation, to prosecute the application, to make alterations and amendments therein, to transact all 
business in the Patent and Trademark Office in connection therewith, and to receive any Letters Patent, and 
for one year after issuance of such Letters Patent to file any request for a certificate of correction that may 
be deemed appropriate. 



Please direct all communications as follows: 



Randall C. Furlong, Ph.D. 

WILLIAMS, MORGAN & AMERSON, P.C. 

7676 Hillmont, Suite 250 

Houston, Texas 77040 

(713) 934-4061 



Signature: 



Date: 



Christian Zistl 



Signature: 



Date:_ 



Ting Yiu Tsui 



Signature: 





Steven Keetai Park 



2 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



In re Application of: § 

§ 

CHRISTIAN ZISTL § Examiner: Unknown 

TING YIU TSUI § 
STEPHEN KEETAI PARK § 

§ Group Art Unit: Unknown 

Serial No.: Unknown § 

§ 

Filed: Concurrently Herewith § Atty. Docket: 2000.046600/TT3851 

§ 

For: IMPROVED DEPTH OF FOCUS (DOF) FOR § 
TRENCH-FIRST- VIA-LAST (TFVL) DAMASCENE § 
PROCESSING WITH HARD MASK AND LOW § 
VISCOSITY PHOTORESIST § 



POWER OF ATTORNEY 



Assistant Commissioner for Patents 

Washington, D.C. 20231 
Sir: 

The undersigned, being the inventors named in the above-identified application, hereby revoke 
any previous Powers of Attorney and appoint: 

Paul S. Drake, Reg. No. 33,491; Elizabeth A. Apperley, Reg. No. 36,428; Vincenzo D. 
Pitruzzella, Reg. No. 28,656 Louis A. Riley, Reg. No. 39,817; Richard J. Roddy, Reg. 
No. 27,688; and William D. Zahrt II, Reg. No. 26,070; of Advanced Micro Devices, Inc.; 
and 

Danny L. Williams, Reg. No. 31,892; Terry D. Morgan, Reg. No. 31,181; J. Mike 
Amerson, Reg. No. 35,426; Kenneth D. Goodman, Reg. No. 30,460; Barbara S. Kitchell, 
Reg. No. 33,928; Jeffrey A. Pyle, Reg. No. 34,904; Randall C. Furlong, Reg. No. 35,144; 
Scott F. Diring, Reg. No. 35,119; George J. Oehling, Reg. No. 40,471; Shelley P.M. 
Fussey, Reg. No. 39,458; Mark D. Moore, Reg. No. 42,903; Carolanne McAndrews, 
Reg. No. 44,914, Louis H. Iselin, Reg. No. 42,684, and Raymund F. Eich, Reg. No. 
42,508 of Williams, Morgan & Amerson, P.C., 

as its attorney or agent so long as they remain with such firms, with full power of substitution and 
revocation, to prosecute the application, to make alterations and amendments therein, to transact all 
business in the Patent and Trademark Office in connection therewith, and to receive any Letters Patent, and 
for one year after issuance of such Letters Patent to file any request for a certificate of correction that may 
be deemed appropriate. 



Please direct all communications as follows: 



Randall C. Furlong, Ph.D. 

WILLIAMS, MORGAN & AMERSON, P.C. 

7676 Hillmont, Suite 250 

Houston, Texas 77040 

(713)934-4061 



Signature: Date: 




Signature: 

Steven Keetai Park 



Date: 



United States Patent & Trademark Office 

Office of Initial Patent Examination - Scanning Division 




Application deficiencies were found during scanning: 

□ Page(s)___ of were not present 

for scanning. (Document title) 

□ Page(s) of were not present 

for scanning. (Document title) 

□ Scanned copy is best available. ' A >:;^,h*p C 



